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terest is that the cyanide, lead acetate and lime required in treatment are all ground up together in a small Chilean mill and added to the pulp flow between the Chilean mill and the Dorr classifier. This is shown on the flow sheet.
The cost of milling is shown in the accompanying table, but it is to be remembered that the period of one year covered by these figures included 115 days lost due to lack of power and other less important causes, expenses naturally continuing to a large extent during that time. These expenses falling on the reduced tonnage show a cost abnormally high and it should be said that during the last two months when the mill was operating at its maximum rated capacity of approximately 110 tons per day, the expense dropped to about $2.75 per ton.
Considering the situation of the mill and the difficulties under which the operators have been working, the results obtained are extremely creditable.and the underflow of thickened slime is returned to the stock tank again. By this means the pulp is given a light washing and the content of the stock tank is maintained at a proper thickness for filtering.
